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PROCESS FOR HEAT TREATING CERAMICS 
AND ARTICLES OF MANUFACTURE MADE THEREBY 

This patent application is a continuation-in- 
part of copending United States patent application 
5 Serial No. 09/393,004, filed on September S, 1999, by 
Mehrotra et al . 

FIELD OF THE INVENTION 

The invention pertains to a process for 
making ceramics, as well as a ceramic article of 
10 manufacture. 

y More specifically, the invention pertains to 

y a process for making a ceramic cutting tool that 

includes silicon nitride-based cutting tools, SiAlON- 
I* based cutting tools, alumina-based cutting tools, 

f.^ 15 titanium carbonitride-based cutting tools, and ceramic 

Q whisker- reinforced ceramic cutting tools, such as, for 

Jjf example, a whisker-reinforced titanium carbonitride- 

p based ceramic cutting tool and a whisker- reinforced 

h" alumina-based ceramic cutting tool . 

20 BACKGROUND OF THE INVENTION 

Heretofore, silicon nitride-based cutting 
inserts, and SiAlON-based cutting inserts, which are 
ceramic articles of manufacture, have been shown to be 
useful for many material removal applications. U.S. 

25 Patent No. 4,127,416 to Lumby et al . , U.S. Patent No. 
4,563,433 to Yeckley et al . , U.S. Patent No. 4,711,644 
to Yeckley et al . , U.S. Patent No. 5,370,716 to 
Mehrotra et al . , U.S. Patent No. 5,382,273 to Mehrotra 
et al,, U.S. Patent No. No. 5,525,134 to Mehrotra et 

30 al., U.S. Patent No. 4,880,755 to Mehrotra et al . , and 
U.S. Patent No. 4,913,936 to Mehrotra et al. disclose 
various SiAlON and silicon nitride compositions which 
are useful as cutting inserts. These patents are 
hereby incorporated by reference herein. 
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Heretofore, whisker- reinforced cutting 
inserts, which are also ceramic articles of 
manufacture, have also been shown to be useful for 
material removal application. These whisker- reinforced 
5 cutting inserts include alumina-based materials 

reinforced with silicon carbide whiskers such as shown 
and described in U.S. Patent No. B2 4,789,277 to Rhodes 
et al. and U.S. Patent No. 4,961,757 to Rhodes et al . 
wherein these Rhodes et al. patents are hereby 

10 incorporated by reference herein. A whisker-reinforced 
alumina-based cutting insert with a zirconia addition 
is also shown and described in U.S. Patent No. 
4,959,332 to Mehrotra et al . wherein this patent is 
hereby incorporated by reference herein. A whisker- 

15 reinforced titanium carbonitride -based cutting insert 
is shown and described in PCT Patent Application 
No. PCT/US96/15192 (International Filing Date of 
September 20, 1995) [International Publication 
No. WO 97/18177 published on May 22, 1997] for a 

20 WHISKER REINFORCED CERAMIC CUTTING TOOL AND COMPOSITION 
THEREOF [as well as in U.S. Patent Application Serial 
No. 08/874,146 filed June 13, 1997 to Mehrotra] wherein 
these patent applications are hereby incorporated by 
reference herein. 

2 5 While the cutting inserts made from the 

materials of the above patents and patent application 
exhibit an acceptable performance in material removal 
applications such as, for example, milling and turning, 
there remains as an objective the production of ceramic 

30 cutting inserts (e.g., silicon nitride-based cutting 
inserts, SiAlON-based cutting inserts, alumina-based 
cutting inserts, titanium carbonitride -based cutting 
inserts, and whisker -reinforced ceramic cutting 
inserts) with still better performance characteristics 

35 in material removal applications. There also remains 
as an objective the production of ceramic cutting 
inserts (e.g., silicon nitride-based cutting inserts, 
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SiAlON-based cutting inserts, alumina-based cutting 
inserts, titanium carbonitride-based cutting inserts, 
and whisker-reinforced ceramic cutting inserts) that 
exhibit a microstructure that results in better 
5 physical properties and performance characteristics. 

SUMMARY OF THE INVENTION 

In one form thereof, the invention is a 
process for making a heat treated gro\ind ceramic 
cutting insert comprising the steps of: providing an 

10 uncoated grotrnd ceramic cutting insert having at least 
a portion thereof being ground; and heat treating the 
uncoated ground ceramic cutting insert so as to form 
the heat treated ground ceramic cutting insert. 

In another form thereof, the invention is a 

15 heat treated ground ceramic cutting insert produced by 
the process comprising the steps of: providing an 
uncoated ground ceramic cutting insert having at least 
a portion thereof being ground; and heat treating the 
ground ceramic cutting insert so as to form the heat 

2 0 treated ground ceramic cutting insert. 

In still another form thereof, the invention 
is a heat treated ground ceramic article of manufacture 
formed in the presence of a reaction source wherein the 
article of manufacture comprises a substrate which has 
25 a surface. The substrate presents a microstructure 
wherein there is a surface region extending inwardly 
from the surface of the substrate, and there is a bulk 
region inwardly of the surface region. The bulk region 
has a bulk composition. The surface region has a 

3 0 surface composition resulting from a reaction with the 

reaction source wherein the surface composition is 
different from the bulk composition. 

In yet another form thereof, the invention is 
a process for making a heat treated ground ceramic 
35 article of manufacture comprising the steps of: 

providing an uncoated ground ceramic compact having at 
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least a portion thereof being ground; and heat treating 
the uncoated ground ceramic compact so as to form the 
heat treated ground ceramic article of manufacture. 

BRIEF DESCRIPTION OF THE DRAWINQS 

The following is a brief description of the 
drawings which form a part of this patent application: 

FIG. 1 is an isometric view of a cutting 
insert of the instant invention; 

FIG. 2 is a scanning electron microscope 
(SEM) photomicrograph which depicts secondary electron 
images (SEX) at a magnification of lOOOX of the rake 
surface of a ground surface cutting insert of 
Mixture I; 

FIG. 3 is a scanning electron microscope 
(SEM) photomicrograph which depicts secondary electron 
images (SEI) at a magnification of 3000X of the rake 
surface of a ground surface cutting insert of 
Mixture I ; 

FIG. 4 is a scanning electron microscope 
(SEM) photomicrograph which depicts secondary electron 

images (SEI) at a magnification of lOOOX of the rake 
surface of a ground and heat treated cutting insert of 
Mixture I ; 

FIG. 5 is a scanning electron microscope 
(SEM) photomicrograph which depicts secondary electron 
images (SEI) at a magnification of 3000X of the rake 
surface of a ground and heat treated cutting insert of 
Mixture I ; 

FIG. 6 is a scanning electron microscope 
(SEM) photomicrograph which depicts secondary electron 
images (SEI) at a magnification of lOOOX of the rake 
surface of an unground surface cutting insert flank of 
Mixture I ; and 

FIG. 7 is a scanning electron microscope 
(SEM) photomicrograph which depicts secondary electron 
images (SEI) at a magnification of 3000X of the rake 
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surface of an unground surface cutting insert flank of 
Mixture I . 

DETAILED DESCRIPTION OF THE INVENTION 

Referring to the drawings, there is shown in 
FIG. 1 a ceramic cutting insert generally designated 
20. Cutting insert 2 0 has a rake surface 22, and flank 
surfaces 24. There are cutting edges 26 at the 
intersections of the rake surface 22 and the flank 
surfaces. The cutting insert of the instant invention 
may take on any one of a variety of cutting insert 
geometries so that applicant does not intend to limit 
the scope of the instant invention to the geometry of 
the specific cutting insert illustrated in FIG. 1 or 
the geometries set forth in the examples herein. 

In regard to the production of the cutting 
inserts as used in the tests, the powder components 
were ball milled, dried, and then screened to form the 
powder mixture. Some powder mixtures to which the 
instant invention has application are described 
hereinafter. These powder mixtures included the four 
silicon nitride-based mixtures (Mixtures I through IV) 
set forth in Table I below. 



Table I 

Composition {Weight Percent) 
of Silicon Nitride-Based Starting Powder Mixtures I-IV 



j Mixture 


Silicon 
Nitride 


Aluminum 
Nitride 


Aluminum 
Oxide 


Magnesia 


Yttria 


1 


98.0 






1.0 


1.0 


1! 


85.4 


6.2 


3.7 




4.7 


lii 


63.3 


9.3 


22.7 




4.7 


IV 


91.6 


1.6 


1.3 




5.5 



The powder components set forth in Table I 
hereinabove are briefly described as follows. For 
Mixtures I and III, the silicon nitride is Grade SNEIO 
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silicon nitride powder from Ube Industries, Ltd. of 
Tokyo, Japan. For Mixture II, the silicon nitride is a 
lower purity nitrided silicon nitride powder available 
from Hemnan C. Starck, Inc. of New York, New York 
(USA) . For Mixture IV, the silicon nitride powder is 
Grade LCIO or Mil available from Herman C. Starck, Inc. 
For Mixtures I -IV, the aluminum nitride is Grade C AlN 
powder available from Herman C. Starck, Inc. of New 
York, New York (USA) , For Mixtures I -IV, the alumina 
is Grade Ceralox HPA 0.5 and is available from Ceralox 
Corporation of Tucson, Arizona (USA) , For Mixtures I- 
IV, the yttria powder is fine grade yttria from Herman 
C. Starck, Inc. of New York, New York (USA) . More 
detailed descriptions of these powders is found in 
U.S. Patent No. 5,370,716 to Mehrotra et al . , which has 
already been incorporated by reference herein. 

The powder mixtures to which the invention 
pertains further include silicon carbide whisker- 
reinforced ceramics, alumina-based ceramics, and 
titanium carbonit ride -based ceramics. Examples of 
these powder mixtures, which are identified as 
Mixtures V, VI and VII, are set forth in Table II 
hereinbelow. 

Table II 
Composition (Weight Percent) of 
Silicon Carbide Whisker (SiC^) -Reinforced Ceramic, 
Alumina -Based Ceramic and 
Titanium Carbonitride -Based Ceramic 
Starting Powder Mixtures V, VI and VII 



1 Mixture 


Zirconia 


Alumina 


Titanium 
Carbonitride 


SiC» 


Other 1 




14.2 


Balance 


None 


1.2 


2.3 MgAljO*; 
O.IASiOa; 
0.02 CaO 






34.4 


Balance 


19.1 


G.3Yj03 


r 


None 


Balance 


None 


25 


500 ppm MgO 
as MgAliO* 



These powder mixtures of Mixtures I through 
VII can be consolidated by a variety of methods 
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including pressing, sintering, hot isostatic pressing, 
hot pressing and other methods known in the literature. 

As one example, the processing parameters for 
the powder Mixture I to make the cutting inserts, after 
5 the blending of the powder components the powder 
mixture was uniaxially pressed into green ceramic 
cutting insert contacts. These green cutting insert 
ceramic compacts were loaded into a silicon carbide 
lined graphite pot, and the green cutting insert 

10 compacts were surrounded by a protective setting 

powder. The setting powder was a silicon nitride-based 
powder with minor amounts of one or more of alumina, 
yttria, magnesia, carbon, silicon carbide and boron 
nitride or their reaction products contained therein. 

15 The pot with the green cutting insert 

compacts therein was loaded into a batch sintering 
furnace and the green cutting insert compacts were then 
batch sintered at 1815 degrees Centigrade for 270 
minutes in one atmosphere of nitrogen. The resultant 

20 product was a sintered ceramic cutting insert compact. 
After completion of the sintering, the sintered ceramic 
cutting insert compacts were hot isostatically pressed 
at 1750 degrees Centigrade at a pressure of 
20,000 pounds per square inch (psi) of nitrogen for a 

25 duration of 60 minutes. The resulting products were 
uncoated unground fully dense cutting insert blanks, 
i.e., as-molded cutting insert blanks with an unground 
surface. At this point in the processing, these 
unground as -molded cutting insert blanks correspond to 

30 the characterization as "unground surface" cutting 
inserts (or cutting insert blanks) as found in 
Table III through Table IX herein. Other methods of 
powder densif ication may include sintering (without 
HIPing) , hot pressing, encapsulated HIPing, sintering 

35 without a protective powder cover, and other methods 
known in the literature. 



K-1436P - 

-8- 



In order to form an uncoated ground ceramic 
cutting insert, i.e., a cutting insert that corresponds 
to the characterization "grovmd surface" cutting insert 
as found in Table III through Table IX herein, unground 
5 surface cutting insert blank was subjected to a 

grinding process wherein the top surface, the bottom 
surface, and the periphery were ground to dimension and 
T land cutting edges were ground. 

It should be appreciated that the grinding 

10 step may also comprise a honing step or the like. The 
grinding or honing step may also inpact only a portion 
of the uncoated unground ceramic cutting insert blank 
so that only a portion of the uncoated ground ceramic 
cutting insert would be ground or honed. It is 

15 intended that in the preferred process the grinding (or 
honing) step occur on a sintered article which is at 
least substantially fully dense (i.e., closed 
porosity) . 

For fabrication by hot pressing, a plate or 

20 disk may be hot pressed to full density, cut (or diced) 
into desired shapes, and finish ground. Alternatively, 
near net shape hot pressed cutting insert blanks may be 
finish ground. 

In order to make a heat treated ground 

25 ceramic cutting insert, i.e., a cutting insert that 
corresponds to the characterization "ground & heat 
treated" cutting insert in Table III through Table IX, 
the ground ceramic cutting inserts of Mixture I were 
loaded into a silicon carbide lined graphite pot, and 

3 0 these cutting inserts were surrounded by a protective 
setting powder. The setting powder was a silicon 
nitride -based powder with minor amounts of one or more 
of alumina, yttria, magnesia, carbon, silicon carbide 
and boron nitride or their reaction products contained 

35 therein. The use of the protective setting powder is 
an optional feature of the process and is presented 
here only as an example. 
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The pot with the standard ground cutting 
inserts therein was loaded into a batch sintering 
furnace and the standard ground cutting inserts were 
heat treated at a temperature of 1815 degrees 
5 Centigrade for a duration of 270 minutes at a pressure 
of one atmosphere nitrogen. The duration of the heat 
treatment may range between about 15 minutes and about. 
6 hours. The preferred heat treatment temperature 
range for silicon nitride-based ceramics is between 

10 about 160 0 degrees Centigrade and about 22 0 0 degrees 
Centigrade. The preferred heat treatment temperature 
range for the other ceramic compositions described 
herein is between about 13 0 0 degrees Centigrade and 
about 170 0 degrees Centigrade. 

15 After completion of the heat treatment, the 

cutting inserts were furnace cooled. As previously 
mentioned, the ceramic cutting inserts that result from 
this heat treatment correspond to the cutting inserts 
characterized as "ground & heat treated" in Table III 

2 0 through Table IX herein. 

Even though the above description pertains to 
a batch furnace, the process may take place in a 
continuous furnace. 

Although the processing conditions may vary, 

25 the post -grinding heat treatment is intended to 

comprise a heat treatment wherein there may or may not 
be some liquid phase which forms, and there may or may 
not necessarily be any further significant 
densif ication which occurs due to the post-grinding 

30 heat treatment. Also, the post-grinding heat treatment 
may or may not involve a setting powder and may be 
accomplished at pressures ranging between sub- 
atmospheric to about 30,000 psi. 

Although the above process to make the heat 

35 treated ground cutting inserts included the step of 
grinding the uncoated ceramic cutting insert blanks 
(i.e., unground surface cutting insert blanks) prior to 
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the heat treating step, it should be appreciated that 
some of the grinding steps may occur after completion 
of the heat treating step. This is especially true for 
minor grinding steps which may occur after the heat 
5 treating step (e.g., on surfaces that are not critical 
for cutting performance such as holes, and top and 
bottom surfaces), on some or all surfaces. Still 
referring to post -heat treatment minor grinding steps, 
the cutting edges may be lightly ground or polished 

10 such that the advantages of the present invention are 
still retained over standard ground products (i.e., 
uncoated ground surface ceramic cutting inserts) . 

While the ground and heat treated cutting 
inserts described above were the result of the steps of 

15 sintering, hot isostatic pressing, grinding and heat 
treating, the heat treated ground cutting inserts can 
be made from the steps of sintering, hot isostatic 
pressing, pre-grinding heat treatment, grinding, and a 
post -grinding heat treatment. 

2 0 Other methods of manufacture are applicable 

to the present invention. One additional method of 
manufacture includes the steps of: sintering, 
optionally hot isostatic pressing, grinding the cutting 
insert over its entire surface, and heat treating. 

25 Another method of manufacture includes the steps of: 

sintering, optionally hot isostatic pressing, grinding 
the cutting insert on the top surface and on the bottom 
surface and on the K-land, and heat treating. Still 
another method of manufacture includes the steps of: 

30 sintering, grinding the cutting insert over it entire 
surface, and heat treating the cutting insert. 
Finally, another method of manufacture includes the 
steps of: sintering, grinding the top surface and the 
bottom surface of the cutting insert, heat treating, 

35 and then grinding the K-land. 

Although the details of the processing may 
vary, generally speaking the powder mixture of 
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Mixture I may be processed to form an uncoated unground 
ceramic cutting insert blank according to the teachings 
of U.S. Patent No. 5,382,273 to Mehrotra et al . and 
U.S. Patent No. 5,525,134 to Mehrotra et al. 
5 The same holds true for the powder mixture of 

Mixture II in that to form an uncoated unground ceramic 
cutting insert blank from Mixture II the powder mixture 
may be processed according to the teachings of U.S. 
Patent No. 4,563,433 to Yeckley et al. In regard to 

10 the processing of the examples of Mixture II, in the 

post -sintering heat treatment the parts were set on top 
of the setting powder which was a boron nitride setting 
powder in a boron nitride box. The post -sintering heat 
treatment was at 1770 degrees Centigrade for a duration 

15 of two hours at a pressure of one atmosphere nitrogen 
in a continuous belt furnace. 

Likewise for the powder mixture of 
Mixture III in that to form an uncoated unground 
ceramic cutting insert blank from Mixture III the 

2 0 powder mixture may be processed according to the 

teachings of U.S. Patent No. 5,370,716 to Mehrotra 
et al . In regard to the processing of the examples of 
Mixture III, in the post -sintering heat treatment the 
parts were set on top of the setting powder which was a 
25 boron nitride setting powder in a boron nitride box. 
The post -sintering heat treatment was at 1725 degrees 
Centigrade for a duration of two hours at a pressure of 
one atmosphere nitrogen in a continuous belt furnace. 

The ground and heat treated Mixture III 

3 0 cutting inserts were tested against prior art ground 

Mixture III cutting inserts in milling and turning. 

The milling test was climb milling of Inconel 
718 at 3000 sfm, .004 ipt, 0.100 inch depth of cut, 
dry, using four style RNG-45T032 0 cutting inserts 
35 mounted in a two inch diameter Hertel 4.0060R232 

milling cutter where the width of cut was 1.468 inches 
and the length/pass was 13 inches (actual cut time for 
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each edge per pass = 0.050 minutes) . The heat treated 
Mixture III inserts had lifetime of 3.63 passes 
(average of two reps) and failed by maximum flank 
wear /chipping, whereas the prior art ground Mixture III 
inserts had a lifetime of 2.30 passes (average of 
two reps) . 

In eccentric bar turning of Inconel 718 using 
Mixture III RNG-45T0320 style inserts at 500 sfm, 
.006 ipr, and .040 depth of cut (flood coolant), the 
heat treated inserts according to the present invention 
had an average tool life of 4 . 1 minutes and the prior 
art grovmd inserts had an average tool life of 
4 . 6 minutes . 

Although the details of processing may vary, 
the powder mixture of Mixture IV was processed like 
that of Mixture I, except that the setting powder was 
silicon nitride-based with minor additions of one or 
more of alumina, yttria, and boron nitride y and the 
post -sintering heat treatment temperature was 
1860 degrees Centigrade and the duration of the heat 
treatment was 13 0 minutes. 

Although the details of the processing may 
vary, the powder mixture of Mixture V may be processed 
to form an uncoated unground ceramic cutting insert 
blank according to the teachings of U.S. Patent 
No. 4,959,332 to Mehrotra et al . In regard to the 
processing of the examples of Mixture V herein, for the 
post -sintering heat treatment the parts were set on top 
of the setting powder which was a niobium carbide-based 
setting powder, and the temperature was 1650 degrees 
Centigrade for a duration of 60 minutes at a pressure 
of one atmosphere argon. 

The same holds true for the powder mixture of 
Mixture VI in that to form an uncoated ground ceramic 
cutting insert blank from Mixture VI the powder mixture 
may be processed according to the teachings of PCT 
Patent Application No. PCT\US96\15192 [International 
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Filing Date of September 20, 1996] (as well as U.S. 
Patent Application Serial No. 08/874 , 146 filed 
June 13, 1997) to Mehrotra for a WHISKER REINFORCED 
CERAMIC CUTTING TOOL AND COMPOSITION THEREOF. In 
5 regard to the processing of the examples of Mixture VI 
herein, for the post-sintering heat treatment the parts 
were set on top of the setting powder which was a 
niobium carbide-based setting powder, and the 
temperature was 1650 degrees Centigrade for a duration 

10 of 60 minutes at a pressure of one atmosphere argon. 

Additionally, although the details of 
processing may vary the powder mixture of Mixture VII 
may be processed to form an uncoated ground ceramic 
cutting insert blank according to the teaching of U.S. 

15 Patent B2 4,789,277 to Rhodes et al . and U.S. Patent 
No. 4,961,757 to Rhodes et al. In regard to the 
processing of the examples of Mixture VII herein, for 
the post -sintering heat treatment the parts were set on 
top of the setting powder which was a niobium carbide- 

20 based setting powder, and the temperature was 

1650 degrees Centigrade for a duration of 60 minutes at 
a pressure of one atmosphere argon. 

It should be understood based upon the 
processes described above, that a ground surface will 

25 be obtained when a sufficiently thick (i.e., 
0.03 inches [.762 millimeters] to 0.05 inches 
[1.27 millimeters]) layer is ground away from the 
ground and heat treated surface . 

Table III set forth below presents the 

30 crystalline phases (as determined by X-ray diffraction) 
which exist in the microstructure of the sintered 
ceramic material made from the powder mixtures of 
Mixtures I through V when the ceramic material is in 
one of three conditions, i.e., the unground surface 

35 condition, the groiind surface condition and the ground 
and heat treated condition. Along the lines of the 
above descriptions of these conditions, the use of the 
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characterization "unground surface" in Table III 
through Table IX hereof means a sintered fully dense 
cutting insert blank that has not been ground after the 
initial sintering thereof. The use of the 
5 characterization "ground surface" in Table III through 
Table IX means a sintered fully dense cutting insert 
that has been ground, but has not been subjected to any 
post -grinding heat treatment. The use of the 
characterization "ground & heat treated" in Table III 
10 through Table IX means a sintered fully dense cutting 
insert that has been ground after the initial sintering 
treatment and then subjected to a post -grinding heat 
treatment . 

Table III 

15 Crystalline Phases Present in Mixtures I Through V 



1 Mixture/ 
Condition 


Unground Surface 


Ground Surface 


Ground & Heat 

Treated || 










11 


P'-sialon; 95% a'- 
siaton; N-YAM 


p'-sialon; 15-20% a'-sialon 


P'-sialon; 95% a'-sialon; 
N-YAM 


ill 


P*-sialon; 15R 
polytype 


^•-sialon 


P'-sialon; 15R polytype 


IV 


^'-siaion; N-melilite; 
N-a-Wollastonite 


^'-sialon; B-phase; N-a- 
Wollastonite 


p'-sialon; N-meiiiite 


V 


AljOj,- t-ZrOj,- 
m-ZrOj,- ZrO 


AI2O3; t-ZrOj,- m-ZrOj; SiC; 
MgAljO, 


AljO,; t-ZrOj) m-ZrO^; 
SiC: MgAljO,; ZrO/ZrC | 



The designation 15R is a polytype which is a 
single phase SiAlON of a rhombohedral crystal structure 
with the formula SiAl^OjN^. This 15R polytype is 
described in U.S. Patent No. 4,12 7,416 to Lumby et al . 

20 already incorporated by reference herein. The 

designation "t-ZrOj" means tetragonal zirconia and the 
designation "m-ZrOj" means monoclinic zirconia. 

It should be appreciated that the present 
invention is also applicable to cutting inserts made of 

25 materials wherein the bulk substrate is a-silicon 

nitride, a-silicon nitride plus p-silicon nitride, a'- 
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SiAlON, and mixtures of (a and/or p) silicon nitride 
and (a' and/or P') SiAlON. These con^ositions may have 
microstructures {other than intergranular phase or 
phases) which may optionally include additives in an 
amount up to 30 volume percent of the entire 
composition wherein these additives comprise the oxides 
of hafnium and/or zirconium, the carbides, nitrides 
and/or carbonitrides of titanium, silicon, hafnium 
and/or zirconium (e.g., titanium carbide, titanium 
nitride, titanium carbonitride, silicon carbide and 
hafnium carbide) . 

Referring now to the test results presented 
in Table IV set forth hereinafter, Tests Nos. 1 through 
7 comprise a variety of tests that used cutting insert 
of Mixture I wherein the cutting inserts were either in 
the "unground surface" condition, the "ground surface" 
condition or the "ground & heat treated" condition. 
Test No. 8 comprised a milling test using a cutting 
insert of Mixture IV wherein the cutting inserts were 
in the "ground surface" and the "ground & heat treated" 
conditions . 

Test No. 1 sets forth the test results of fly 
cut milling Class 40 Gray Cast Iron (GCI) in the form 
of blocks with holes therein using a Kennametal KDNR-4- 
SN4-15CB cutter under the conditions set out in 
Table IV. The width and length of cut was three inches 
by twenty-four inches (7.62 centimeters [cm] by 
60.96 cm). The end of life (EOL) criteria for all of 
the tests was by a flank wear of .015 inches 
(0.381 mm). The tool life in minutes as set forth for 
Test No. 1 in Table IV reflects the actual chip cutting 
time for the cutting insert. The test results from 
Test No. 1 show that the tool life as measured in 
minutes for the gro\ind and heat treated cutting inserts 
of Mixture I was about two and one-half times as great 
as that for the groxind surface cutting inserts of 
Mixture I . 
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a 



Referring to Test No. 2, this data reflect 
the results of a turning cycle test on Class 40 Gray- 
Cast Iron. The results show for Mixture I that the 
ground and heat treated cutting insert had improved 
tool life of about twenty-seven percent (39.2 
cycles/30.8 cycles) over the unground surface cutting 
insert and an improved tool life of about thirty- six 
percent {39.2 cycles/ 28.8 cycles) over the ground 
surface cutting insert . 

Referring to Test Nos. 3 and 4 of Table IV, 
this data reflects the results of the use of a CNGX- 
434T (.008 inches x 20° K land) style cutting inserts 
in the turning of Class 3 0 Gray Cast Iron brake rotors. 



m 
iy 

P It is apparent that from Test No. 3 the nose wear for 



15 the ground and heat treated cutting insert was about 
g eighteen percent less (2.05 x 10'* inches vs. 2.5 x 10'" 

inches) than for the ground surface cutting insert. 
fl| Test No . 4 shows that the average nose wear for the 

ground and heat treated cutting insert was about the 
20 same as for the ground surface cutting insert. 

Referring to Test No. 5, a turning cycle test 
was performed on Class 4 0 Gray Cast Iron using ground 
and heat treated cutting inserts and ground surface 
cutting inserts. The turning cycle test emphasizes 
25 interrupted cutting in which sixteen cuts were made per 
cycle to reduce the bar diameter with a two inch length 
of cut per cut and a total cutting time per cycle of 
one minute. The results of these tests reflect the 
tool life as measured in minutes and where the end of 
30 life (EOL) criteria was .030 inches of nose wear 
(i.e., "nw") . The results show that there was a 
twenty-seven percent improvement in the tool life 
(12.7 minutes/10.0 minutes) in the turning of gray cast 
iron, as measured by minutes, between the ground 
35 surface cutting insert and the groxind and heat treated 
cutting insert. 
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Ref erring to Tests Nos. 6 and 7, these tests 
pertain to the continuous turning of a round bar of 
ductile cast iron (80-55-06) . The tool life, which 
comprised actual chip cutting time for the cutting 
5 insert, was measured in minutes wherein the EOL 
criteria was flank wear of .015 inches (0.381 mm). 
Tests Nos. 6 and 7 show that the tool life was about 
the same for the cutting inserts in a continuous 
turning test . 

10 Referring to Test No. 8, these results 

concern the fly cut milling of Class 4 0 Gray Cast Iron 
(GCI) in the form of blocks with holes therein using a 
Kennametal KDNR-4-SN4-15CB cutter under the conditions 
set out in Table IV with cutting inserts of Mixture IV. 

15 The width and length of cut was three inches by twenty- 
four inches (7.62 centimeters [cm] by 60.96 cm). The 
end of life (EOL) criteria for all of the tests was by 
a flank wear of .015 inches (0.381 mm) . The tool life 
in minutes as set forth for Test No. 8 in Table IV 

20 reflects the actual chip cutting time for the cutting 
insert. The tool life for the ground and heat treated 
cutting insert was about twenty percent (1.8 minutes/ 
1.5 minutes) better than that for the ground surface 
cutting insert of Mixture IV, 
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Table IV 
Metalcutting Test Results 



Mixture I/Test 


Unground Surface 


Ground Surface 


Ground & Heat Treated 


Test No. 1 Millina Class 40 

GCI with holes: 

speed = 3000 surface feet 

per minute (sfm); 

chipload =0.006 inches per 

tooth (ipt); Depth of Cut 

(DOC) =0.08"; Insen 

SNGA433Tlchamfer 

size = .008"x20 degreesl; 

Dry 




1.3 minutes 


3.2 minutes 


Test No. 2 Turning Cycle 
Rectangular Class 40 GCI: 
speed = 1 600 sfm; 

revolution (ipr); DOC =0.1'; 


SNU433T/ 30.8 cycles 


SNG433T/ 28.8 cycles 


SNG433T/ 39.2 cycles 


Test No. 3 Class 30 GCI 
Brake Disc turning/facing: 
Speed = 2500-3000 sfm; 
Feed = 0.006-0.024 rpr; 
Insert CNGX454T; Dry 




2.5 X 10-* inches nose wear 


2.1 X 10'' inches nose wear 
2.0 X 10"* inches nose wear 


Test No. 4 Class 30 GCI 
Brake Disc turning/facing: 
Speed = 2500-3000 sfm; 
Feed = 0.006-0.024 Ipr; 
Insert CN6X454T; Dry 




2.5 X lO"" inches nose wear 


2.9 X 1 0"* inches nose wear 
per pan 

2.3 X lO"* inches nose wear 
per part 


Test No. 5 Tumina Cvcle 




1 0 minutes 




Class 40 GCI: Speed = 3000 
sfm; Feed = 0.01 6 ipr; 
DOC =0.07 inches; Insert 
CNGX454T; Dry 




Test No. 6 Turnino DCl: 
Speed = 2000 sfm; 
Feed = 0.02 ipr; DOC = 0.1 
inches; insert SNGA433T; 






1 .4 minutes 


Test No. 7 Turnino DCl: 
Speed = 1 500 sfm; 
Feed =0.015 ipr; DOC =0.1 
inches; Insert SNGA433T; 








Mixture IV 








Test No 8 Milling Class 40 

GCI with holes: 
1 Speed =3000 sfm; 

Chtpload =0.006 ipt; 

D0C = 0.0fi inches; Insert 
1 SNG432T; Dry 




VSmmutas 


1 .8 minutes 



In addition to conducting tests of the actual 
cutting insert performance in material removal 
applications, certain compositions were analyzed to 
ascertain their physical properties. In this regard, 
the physical properties of surface roughness, 
transverse rupture strength, hardness, and surface 
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fracture resistance have been found to be indicative of 
the performance of a cutting insert. In addition, the 
microstructure of the cutting insert has been found to, 
in some cases, influence the performance of the cutting 
5 insert . 

Table V below sets forth the test results of 
surface roughness measurements in microinches 
(/i inches) of cutting inserts of Mixture I wherein each 
cutting insert was in one of the three conditions 
10 (i.e., unground surface, ground surface, or ground and 
H heat treated) . The technique used to measure the 

S surface roughness used a WYKO surface measuring system 

Ul Model No. NT 2000 equipped with Vision 32 software. 

The surface roughness measurements were made in the 
in 15 vertical scanning interferometer mode at 

10.2 magnifications with the tilt term removed and 
H without filtering. The set up parameters were: 

y size: 736x480, and sampling: 32.296 microinches. The 

y=5 WYKO surface measuring system is made by VEECO WYKO 

C 20 Corporation of Tucson, Arizona (USA) 85706. 

Table V 

Surface Roughness of Cutting Inserts (Mixture I) 



Parameter/ Condition 


Unground Surface 


Ground Surface 


Ground & Heat 
Treated Surface 


R, (|iinchesl 


43.6-58.8 


18.3-22.2 


54.8-60.5 


R, ((linches) 


62.4-82.0 


23.0-29.2 


69.2-76.1 


Rj ((linches) 


1113-1492 


298-551 


603-744 


R, (iiinches) 


1436-2378 


408-704 


736-1288 



Table VI below sets forth the transverse 
rupture strength (TRS) in thousands of pounds per 
25 square inch (ksi) and the standard deviation for the 
transverse rupture strength, as well as the Weibull 
Modulus, for transverse rupture bars of Mixture I 
wherein each transverse rupture bar was in one of the 
three conditions (i.e., unground surface, ground 
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surface, or ground & heat treated) . The technique used 
to measure the transverse rupture strength comprised a 
three point bend test . 

Table VI 

5 Transverse Rupture Strength (ksi) 

for Transverse Rupture Bars of Mixture I 



1 Test/Condition 


Unground Surface 


Ground Surface 


Ground & Heat 
Treated 


1 TRS (ksi) 


113 


169 


108 


Std Deviation (ksi) 


8 


6 


8 


1 Weibull Modulus 


17 


32 


16 



These test results show that the ground and 
O heat treated transverse rupture bars had poorer (i.e., 

J'^^ less) transverse rupture strength than did the ground 

s 10 surface transverse rupture bars of the same 

!.!! composition. Xt appears that the reason for this 

lis 

flf difference in the transverse rupture strength is due to 

the fact that the ground and heat treated transverse 
IZ rupture bars had a greater surface roughness than the 

15 ground surface transverse rupture bars. Furthermore, 
the surface of the ground and heat treated transverse 
rupture bar (Mixture I) showed needle-like grains which 
were absent from the surface of the ground surface 
transverse rupture bar (Mixture I) . 

20 Table VII below sets forth the critical load 

in kilograms, which reflects the surface fracture 
resistance, for cutting inserts of Mixture I wherein 
each cutting insert was in one of the three conditions 
(i.e., unground surface, ground surface, or ground & 

25 heat treated) . The technique used to measure the 

surface fracture resistance comprised an indentation 
test using a Rockwell hardness tester equipped with a 
brale diamond indenter at loads of 18 kilograms, 
33 kilograms, 48 kilograms and 70 kilograms. At each 

30 load, the specimen was visually examined at 64X to 
determine the presence or absence of cracks in the 
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surface so as to thereby ascertain the critical load at 
which cracks first appear in the surface of the cutting 
insert . 

Table VII 
Fracture Resistance: Critical Load 
as Measured in Kilograms 
for Cutting Inserts of Mixtures I through VII 



M ixture/Condition 


Unground Surface 


Ground Surface 


Ground & Heat 
Treated 


1 


48 


33 


70+ j 


II 


18 


33 


48 


III 


70 + 


33 


70 


IV 


70 + 


33 


70 + 


V 


48 


33 


70 + 


VI 




48 


70 + 


VII 




33 


70 + 



The above test results show that for most of 
the cutting inserts the ground and heat treated cutting 
inserts displayed the highest critical load. One 
exception was in the case of Mixture III where the 
unground surface cutting inserts had a higher 
(70+ kilograms) critical load than the critical load 
(70 kilograms) of the ground and heat treated cutting 
inserts. The other exception was in the case of 
Mixture IV where the critical load of the ground and 
heat treated cutting insert was the same (i.e., 
70+ kilograms) as that for the unground surface cutting 
insert . 

Table VIII below presents the finish 
tolerances for cutting inserts of Mixture I wherein 
each cutting insert was in one of the three conditions 
(i.e., unground molded surface, ground surface, or 
ground & heat treated) . 
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Table VIII 
Finish Tolerances for Cutting Insert 



IC Tolerance (+/-) 


Unground Molded 
Surface 


Ground Surface 


Ground & Heat 
Treated ] 


1 'G" 0.001 inches 




X 


X 


'M' 0.003 inches 


X 






'U' 0.005 inches 


X 







This Table VIII above shows that the ground 
and heat treated cutting inserts met the "G" tolerance 
5 requirements whereas the unground molded cutting 
inserts only met the "M" and "U" tolerance 
requirements. The dimensional control of the machined 
workpieces is much better with the use of "G" tolerance 
cutting inserts as compared to the use of either "M" 
10 tolerance cutting inserts or "U" tolerance cutting 
inserts . 

Table IX sets out the results of hardness 
testing of cutting inserts made of Mixture I using a 
Vickers Hardness Test with a load of 50 grams and a 

15 load of 100 grams. Low angle polishing of the surface 
of the material specimens was used to make these 
hardness measurements close to the surface. 

Table IX shows that the ground & heat treated 
cutting inserts exhibited a higher hardness near the 

20 surface of the material (i.e., in a surface region 

extending about .030 inches [.762 mm] from the surface) 
than did the ground surface cutting inserts of 
Mixture I or unground surface cutting inserts of 
Mixture I. These test results also show that the 

25 surface region of the ground and heat treated cutting 

inserts (of Mixture I) presented a higher hardness than 
the bulk substrate thereof since the hardness of the 
bulk substrate of the ground and heat treated cutting 
inserts equates to the hardness of the ground surface 

3 0 cutting inserts. 
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Table IX 
Summary of Average Hardnesses 
of Cutting Inserts of Mixture I 



Cutting Insert (Condition 
& Style) 


Load (grams) 


Average (VHN) 


Ground Surface SNG433T 


50 


1805 ±42 


Ground Surface SNG433T 


100 


2385 ±83 


Unground Surface SPG432 


50 


2068 ±26 


Unground Surface SPG4-32 


100 


241 9 ±30 


Ground & Heat Treated 
SNG433T 


50 


2267 ±55 


Ground & Heat Treated 
SNG433T 


100 


2643 ±47 1 



Analyses were performed to ascertain the 
5 phases present and surface morphology of the ground 
surface cutting inserts, the unground surface cutting 
inserts, and the groxind and heat treated cutting 
inserts , Referring to FIGS . 2 and 3 , it was found that 
the surface region of the ground surface cutting insert 

10 had grind lines and a relatively flattened structure. 
An X-ray diffraction analysis showed that the surface 
region of the ground surface cutting insert comprised 
only beta silicon nitride. 

Referring to FIGS . 4 and 5 , these 

15 photomicrographs show a mixture of ground surfaces and 
unground surfaces characterized by acicular grain 
structure. An X-ray diffraction analysis showed that 
the surface region of the ground and heat treated 
ground cutting insert has present a beta silicon 

20 nitride phase and a Y2Si303N4 phase. 

Referring to FIGS. 6 and 7, these 
photomicrographs show unground surfaces characterized 
by needle-like grain structure. An X-ray diffraction 
analysis showed that the surface region of the unground 

25 surface cutting insert had present a beta silicon 



K-1436P 



-24- 



nitride phase, and a YzSijOaN^ phase, and a silicon 
metal phase. 

In the heat treatment step of the processing, 
the setting powder and/or the atmosphere may be 
5 tailored to provide controlled surface characteristics 
for a surface region (i.e., a volume of material 
extending from the surface inwardly toward the bulk 
substrate for a specific distance) as compared to the 
bulk substrate. One may consider the setting powder 

10 and/or the atmosphere a reaction source, i.e., a source 
for the reaction elements. For example, one may be 
able to achieve a wear resistant surface region in 
combination with a tougher bulk region. In regard to 
the setting powder, where it is desired to impart one 

15 or more of the following metals and/or their oxides 
and/or carbides into the surface region of the 
substrate, one may use a setting powder that contains 
one or more of the following and/or their reaction 
products: the oxides of aluminum, hafnium, zirconium, 

20 yttrium, magnesium, calcium and the metals of the 

lanthanide series of the elements; and the nitrides 
and/or carbides of silicon, titanium, hafnium, 
aluminum, zirconium, boron, niobium and carbon. 

Another way to control the reaction with the 

25 surface to provide controlled surface characteristics 
is by the use of a gas or gases from the group 
comprising nitrogen, argon, and carbon monoxide /carbon 
dioxide. The pressure of these gases may range between 
sxib- atmospheric and about 30,000 psi. 

3 0 In another example, a Mixture IV P' sialon 

composition cutting insert was sintered and ground as 
described before and then heat treated at 1750 degrees 
Centigrade for sixty minutes under 15-2 0 ksi nitrogen 
isostatic pressure in a setting powder of SijN^, AljOj, 

35 Y2O3, and optionally BN, and their reaction products. A 
comparison of x-ray diffraction traces obtained from 
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the ground surface and then from the heat treated 
surface showed the following: 



1 PRIOR ART 

Groxind Surface Phases 


INVENTION ll 

Ground and Heat Treated Surface Phases | 


3' sialon 
B phase, YAM, 
wollastonite, and 
intergranular glass 


26.6 w/o a' sialon I 34.8 w/o a' sialon 
73.4 w/o P' sialon 1 65.2 w/o P' sialon 
and minor amounts ] and minor amounts | 
of melilite, | of melilite, YAM, 1 
B phase and I B phase and i 
intergranular glass i intergranular glass 



These heat treated and ground inserts of 
Mixture III were tested in metalcutting a modified 
Waspalloy Jet Engine, seven inch diameter main shaft, 
under the following rough turning conditions: 676 sfra, 
.0 08 ipr, 0.180 inch depth of cut, and a four inch 
length of cut. The ground and heat treated Mixture III 
material was indexed due to depth of cut notching and 
produced a workpiece surface finish of 56 RMS while the 
ground Mixture III material was indexed due to depth of 
cut notching and chipping and produced a poorer surface 
finish of 250 RMS. 

This test demonstrates that a cutting tool 
having a p' sialon bulk micros tructure and a a' + P' 
sialon surface microstructure can be produced by the 
present invention. It is also believed that cutting 
tools having a P silicon nitride bulk microstructure 
and P' sialon or a a' + P' sialon surface 
microstructure are also produceable by the present 
invention. To produce these microstructures, it is 
believed that the setting powder used in the heat 
treating step should contain, in addition to SijN^, up 
to 50 w/o of AIN and/ or AljOj, and minor amoiints of Y^O^ 
(or a lanthanide oxide) to help control the a' sialon 
produced in the surface. 

Table X set forth below presents the results 
of the measurement by X-ray fluorescence of the 
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aluminum content on the surface of cutting inserts of 
Mixture I wherein the cutting inserts were in one of 
three conditions (i.e., unground surface, ground 
surface, or ground & heat treated) . 

5 Table X 

Measurement by X-Ray Fluorescence 
of the Aluminum Content 
on the Surface of Cutting Inserts of Mixture I 



Condition of the Cutting 
Insert 


Aluminum in Weight Percent 
on the Surface as Measured 
by X-Ray Fluorescence 


Ground Surface 


less than 10 ppm (parts per 
million) 


Unground Surface 


0.21 to 0.3 


Ground & Heat Treated 


1.4 to 1.5 



Referring to the results set forth in Table X 
ry 10 above, this data shows that as a result of the heat 

p treatment the content of the aluminum on the surface 

P increased. The aluminum was obtained from the setting 

powder which contained alumina. This increase in 
aluminum may lead to an alloyed surface region (or 
15 layer) that has better properties such as, for example, 
increased wear resistance, increased hardness, and 
higher fracture resistance. 

In another example, a ground cutting insert 
of Mixture I was heat treated at 1750 degrees 
20 Centigrade for 120 minutes under an isostatic pressure 
of 1500 psi of nitrogen and a silicon nitride based 
setting powder containing, as disclosed previously 
herein for Mixture I, but also containing 10 w/o of 
titanium nitride. X-ray diffraction and x-ray 
25 fluorescence analysis of the heat treated surface, 
respectively found: the presence of beta silicon 
nitride, with trace amounts of titanium nitride (TiN) 
and yttrium silicate (YjSiOj) phases; and 5.8 w/o of 
titanium. It is expected that the addition of titanium 
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nitride (or other materials) in this manner will avoid 
the problems associated with applying a coating of the 
same material to the heat treated material; namely,, 
coating adhesion and/or thermal cracks in the coating, 
5 while providing a metalcutting performance benefit in 
certain applications (e.g., milling of class 40 gray 
cast iron) . 

Alternatively, the setting powder and/or the 
reactive atmosphere may help to deplete one or more 
10 undesirable (or selected) constituents from the surface 



l,,^ region which would then lead to a compositional 

Jif difference between the surface region and the bulk 

p region. Such a compositional difference may also lead 

Ul to improved performance, as well as improved 

15 properties, for the ground and heat treated cutting 

N' inserts as compared to the ground surface cutting 

p_ inserts. 

Q It seems apparent that applicant has provided 

f-J an improved method for the production of a ceramic 

p 20 cutting tool including a silicon nitride-based cutting 



tool, a SiAlON-based cutting tool, an alumina-based 
cutting tool, a titanium carbonitride-based cutting 
tool, and a whisker-reinforced ceramic cutting tool. 
It is also apparent that applicant has provided an 

2 5 improved ceramic cutting tool wherein the cutting tool 
is a silicon nitride-based cutting tool, a SiAlON-based 
cutting tool, an alumina-based cutting tool, a titanium 
carbonitride-based cutting tool, or a whisker- 
reinforced ceramic cutting tool. 

30 The performance tests reveal that for most 

cases the ground and heat treated cutting inserts 
experienced better performance than either the ground 
surface cutting inserts or the unground cutting inserts 
in milling and rough turning applications. The 

35 physical properties of the ground and heat treated 

cutting inserts were comparable to those of the ground 
surface cutting inserts. The microstructure of the 
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groirnd and heat treated cutting inserts is different 
from that of either the ground surface cutting insert 
or the unground cutting inserts. 

As an optional feature, the cutting inserts 
5 may be coated with a refractory coating (e.g., alumina, 
titanium nitride, titanium carbide, titanium 
carbonitride or titanium aluminum nitride) . The 
coating may be applied by physical vapor deposition 
(PVD) techniques or by chemical vapor deposition (CVD) 

10 techniques. In the case where the coating scheme 

comprises multiple layers, at least one layer may be 
applied by CVD and at least one layer may be applied by 
PVD. Applicant expects that coated cutting tools would 
be suitable for the machining of gray cast iron, 

15 ductile iron, steels, and nickel -based alloys. 

The patents and other documents identified 
herein are hereby incorporated by reference herein. 

Other embodiments of the invention will be 
apparent to those skilled in the art from a 

2 0 consideration of the specification or practice of the 
invention disclosed herein. It is intended that the 
specification and examples be considered as 
illustrative only, with the true scope and spirit of 
the invention being indicated by the following claims. 



